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FIBER-REINFORCED VEHICLE INTERIOR TRIM 
AND METHOD OF MANUFACTURE 

BACKGROUND OF THE INVENTION 

The present invention generally relates to interior trim for a motor vehicle and, more 

5 particularly , to an automotive vehicle fiber-reinforced interior trim and a method of manufacture. 

Interior trim is commonly found on automotive vehicle headliners, door panels, 
instrument panels, center consoles, as well as various other interior trim components in an 
vehicle such as an automobile. Typical vehicle interior trim contains a protective outer skin 
layer, such as a polyvinyl chloride (PVC), a rigid structural substrate on the back, and a soft 

10 urethane foam interstitial layer disposed therebetween. Conventional vehicle interior trim is 
generally manufactured in a multiple-step process whereby the structural substrate is molded in 
a first die. The molded structural substrate is then typically adhesively attached to a foam 
material having an outer trim layer, such as a PVC skin. As a consequence, conventional 
methods of interior trim manufacture require the steps of separately molding the structural 

15 substrate and then the subsequently attaching the substrate to the foam. In addition, conventional 
approaches are often susceptible to creating defects in the interior trim material, such as voids 
which can result in sheer collapse of the trim material. 

It is, therefore, one object of the present invention to provide for a method of 
manufacturing vehicle interior trim having both a cushioning material and a reinforcement 

20 backing. More particularly, it is an object of the present invention to provide a method of 
manufacturing such vehicle interior trim with reduced manufacturing steps. It is also an object 
of the present invention to achieve vehicle interior trim manufacture with an enhanced foaming 



operation that, in contrast to conventional approaches, is less susceptible to creating defects in 
the final trim product. In one aspect of the invention, the resulting trim piece has a porous 
substrate through which the foam extends. 

SUMMARY OF THE INVENTION 

5 The interior trim and method of the present invention satisfies these needs by providing 

the manufacture of vehicle interior trim having an outer trim layer, a reinforcement back layer, 
and an intermediate foam layer that bonds to the trim layer and the reinforcement layer. The 
method includes the steps of locating a skin material and a fibrous reinforcement mat in a 
molding tool. A moldable foam-forming material is applied to the molding tool between the skin 

10 material and the fibrous reinforcement mat. The foam-forming material penetrates openings in 
the reinforcement mat and expands and cures such that the foam binds to both the skin and the 
reinforcement mat. Once cured, the interior trim is removed from the molding tool. 
Accordingly, the present invention provides for a method of manufacturing interior trim in a 
one-step molding process. 

15 According to one embodiment, the skin material is located on one die part of a foam 

molding tool and the fibrous reinforcement mat is placed on a second die part of the foam 
molding tool. The moldable, foam-forming material is applied between the skin material and 
the fibrous reinforcement mat, and the tool is closed and the foam-forming material is allowed 
to expand and cure so that the foam-forming material binds to the skin and the reinforcement 

20 mat. 
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According to a second embodiment, the skin material is placed in the molding tool and 
the fibrous reinforcement mat is placed on top of a portion of the skin material, while portions 
of the fibrous reinforcement mat are separated from the skin material. The moldable foam- 
forming material is applied to the molding tool and penetrates through the reinforcement mat and 

5 between the skin material and the reinforcement mat. The tool is closed and the foam-forming 
material is allowed to expand and to cure so that the foam-forming material binds to the skin 
material and the reinforcement mat. 

These and other features, objects, and advantages of the present invention will become 
apparent upon reading the following description thereof, together with reference to the 

10 accompanying drawings. 

BRIEF DESCRIPTION OF THE DRAWINGS 

In the drawings: 

FIG. 1 is a fragmentary cross-sectional view of an interior trim of the present invention 
for use in a vehicle and which is also manufactured according to the method of the present 
15 invention; 

FIG. 2 is a flow diagram illustrating the method of manufacturing the vehicle interior 
trim panel according to one embodiment of the present invention; 

FIG. 3 is a perspective schematic view of a two-part molding tool illustrating the 
manufacture of vehicle interior trim panel according to the method of FIG. 2; 
20 FIG. 4 is a perspective schematic view of the two-part molding tool further illustrating 

the manufacture of vehicle interior trim panel; 
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FIG. 5 is a flow diagram illustrating the method of manufacturing a vehicle interior trim 
panel according to another embodiment of the present invention; 

FIG. 6 is a perspective schematic view of the two-part molding tool illustrating the 
manufacture of vehicle interior trim panel according to the method of FIG. 5; and 
5 FIG. 7 is a fragmentary cross-sectional view of another piece of interior trim 

manufactured according to the alternative embodiment of the present invention. 

DETAILED DESCRIPTION OF THE PREFERRED EMBODIMENTS 
Referring to FIG. 1, there is shown a cross-sectional view of an interior trim panel 10 
for use in a vehicle. Panel 10 may be a door panel, a headliner, a console, part of the 

10 instrument panel, or other interior trim member. Panel 10 is also manufactured in accordance 
with the method of the present invention. Interior trim panel 10 has on its outer side a 
protective and decorative outer skin 12 which may be a slush molded polyvinyl chloride (PVC) 
skin, vinyl, leather, or other suitable outer trim material. Skin 12 is bonded to a reinforcement 
substrate 16 by a semi-rigid polyurethane foam 14. The inner side of interior trim panel 10 is 

15 then reinforced by the substrate which can be a fibrous reinforcement mat 16 also bonded to the 
semi-rigid polyurethane foam 14. The foam layer 14 advantageously provides cushioning to 
interior trim panel 10 and further acts as a structural binder to bind together the outer skin 12 
and the fibrous reinforcement mat 16. It should be appreciated that the interior trim panel 10 
as provided herein according to the present invention may be manufactured in various sizes and 

20 shapes and employed in connection with various interior trim products commonly found in an 
automotive vehicle. 
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The interior trim 10 employs the semi-rigid polyurethane foam 14 as a cushioning 
material as well as for a structural binding agent to bind to both the outer skin 12 and fibrous 
reinforcement mat 16 in a one-step molding process described below. The fibrous reinforcement 
mat 16 preferably includes a porous fiberglass mat or other porous fiber-based mat made of 

5 natural fibers. Prior to molding, the fibrous reinforcement mat 16 is a soft mat of fibers that 
can easily be reconfigured to the shape of a mold, and can further be set in a preformed 
configuration. The mat fibers may be in a randomly overlapping arrangement and may be 
woven or non-woven. The reinforcement mat 16 is porous in that it has openings provided 
between some of the fibers through which liquid foam-forming material may pass and also may 

10 adhere thereto as a fiberglass bonding agent. The reinforcement mat 16 may include a fiberglass 
mat with a density of one ounce per square foot with a porosity suitable to allow liquid foam- 
forming material to penetrate through the mat 16. The fibrous reinforcement mat 16 is bonded 
in place by the foam and provides structural reinforcement behind the cushioning of foam layer 
14. By varying the thickness of foam layer 14, the cushioning provided by foam layer 14 

15 likewise varies. 

Referring to FIG. 2, a method 20 is illustrated for manufacturing vehicle interior trim 
10 according to a first embodiment of the present invention. The method 20 of manufacturing 
interior trim preferably employs a two-part foam molding tool, such as the tool 34 shown in 
FIGS. 3 and 4. The foam molding tool 34 has an upper die 36 and a lower die 38 which, when 
20 closed together, provide an encapsulated mold cavity configured with a size and shape of a final 
trim product to be manufactured therewith. The method 20 of trim manufacture begins with step 
22 of applying a mold release agent to the surface of top and bottom dies 36 and 38 of foam 
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molding tool 34. A suitable mold release agent may include a spray on wax or other suitable 
release agents which aide in release of the molded trim part from the tool. 

Trim manufacturing method 20 includes step 24 of locating a skin material, such as slush 
molded polyvinyl chloride skin 12, in the lower die 38 of foam molding tool 34. Method 20 

5 also includes step 26 of locating the fibrous reinforcement mat 16 in the upper die 36 of foam 
molding tool 34 such that reinforcement mat 16 is held to the back side of the molded trim 
piece. The assembly of skin 12 and reinforcement mat 16 into molding tool 34 via steps 24 and 
26 is illustrated in FIG. 3. It should be appreciated that skin 12 and reinforcement mat 16 could 
otherwise be positioned in the molding tool 34 such that skin 12 is located in the upper die 36 

10 and reinforcement mat 16 is located in the lower die 38. 

Referring to FIG. 2, trim manufacture method 20 further includes step 28 of injecting 
a urethane foam into the opened foam molding tool 34 between the skin 12 and reinforcement 
mat 16. The application of urethane foam into molding tool 34 is illustrated in FIG. 4 in which 
the urethane foam is applied with a pump style, high pressure foam dispenser 40 which pours 

15 a liquid urethane foam directly on top of the skin 12 located in the lower die 38. The 
application of liquid urethane foam may include a soft reaction-injection molding (RIM) delivery 
technique in which a foam-in-place (FIP) urethane foam is injected into the molding tool where 
it expands and is reaction cured. The foam injection equipment including dispenser 40 can be 
of conventional design. 

20 Immediately following the foam injection step 28, trim manufacture method 20 includes 

step 30 of closing the foam molding tool 34 such that the upper die part 36 closes onto the lower 
die part 38 to define a mold cavity having a configuration with a size and shape of a desired 
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final trim piece. The liquid reaction-injected moldable foam expands and penetrates into and 
through openings in the porous fibrous reinforcement mat 16. The foam molding tool 34 is 
closed sufficiently long enough to allow the urethane foam to expand to consume the open 
volume within the cavity of the molding tool and to cure such that the foam binds to both the 

5 skin 12 and the reinforcement mat 16. The liquid foam advantageously penetrates into the 
openings in the porous reinforcement mat 16 where the foam cures in place to form a foam-in- 
place bond. The curing step 30 preferably occurs at a temperature in the range of 90° to 150T, 
for a time period in the range of 30 to 120 seconds. The time period for curing may vary 
depending on the foam formulation as well as the thickness of the foam and process temperature. 

10 Once the molded interior trim panel is fully cured, the foam molding tool 34 is opened and the 
molded interior trim panel is removed from the tool 34 pursuant to step 32. The molded trim 
panel can subsequently be edge trimmed, as needed. 

It should be appreciated that the trim manufacturing method 20 of the present invention 
produces an interior trim panel with a soft foam cushioning layer and an integrally formed 

15 reinforcement layer on the back side via a one-step molding process. The fibrous reinforcement 
mat 16 is bonded in place to the foam such that reinforcement mat 16 provides structural rigidity 
to the resultant integral trim panel. 

Referring to FIG. 5, a second method 42 of manufacturing vehicle interior trim according 
to the present invention is illustrated therein. The second trim manufacture method 42 similarly 

20 includes step 44 of applying a mold release agent to the two-die foam molding tool 34 and step 
46 of locating an outer skin, such as a PVC skin 12, in the lower die 38 of the foam molding 
tool 34. However, in contrast to method 20, trim manufacturing method 42 includes the step 
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48 of placing a preformed porous and fibrous reinforcement mat 16 directly on top of the skin 
12. It is preferred that one portion of reinforcement mat 16 rests directly on top of skin 12, 
while another portion of reinforcement mat 16 is separated from the skin 12 to provide one or 
more void regions between the skin 12 and reinforcement mat 16. The step 48 of locating the 

5 reinforcement mat 16 and skin 12 onto the lower die 38 of tool 34 is illustrated in FIG. 6. 
Fibrous reinforcement mat 16 is soft, yet preferably of a preformed configuration such that it 
rests directly on top of skin 12 and maintains its preformed configuration such that the desired 
void region remains between the skin 12 and reinforcement mat 16. 

Next, according to step 50 of trim manufacture method 42, liquid urethane foam is 

10 injected into the lower die 38 of the foam molding tool 34. The liquid urethane foam may be 
applied to the lower die 38 with the same pump style, high pressure foam dispenser 40 as is 
illustrated in FIG. 4. The urethane foam is dispensed directly on top of the fiber reinforcement 
mat 16 such that the liquid foam penetrates into and through reinforcement mat 16 and into the 
void region between skin 12 and reinforcement mat 16. The porous reinforcement mat 16 has 

15 openings that allow the liquid urethane to penetrate into and through the mat 16 and thereby pass 
into the void region between reinforcement mat 16 and skin 12. The liquid urethane also 
penetrates between the skin 12 and the portion of the reinforcement mat 16 that rests on top of 
skin 12. This provides for a foam separation layer between all portions of skin 12 and 
reinforcement mat 16. 

20 Immediately following application of the liquid foam, the molding tool 34 is closed 

according to step 52 to allow the foam to expand and cure such that the foam binds to both the 
skin 12 and reinforcement mat 16. The curing step 52 preferably occurs at a temperature in the 



range of 90° to 150T, and for a time period in the range of 30 to 120 seconds. It should be 
appreciated that the skin 12 and the reinforcement mat 16 are both bonded to the foam to form 
an integrated vehicle interior trim panel in a one-step molding process. Upon completion of the 
curing step, the tool is opened and the interior trim panel is demolded and removed pursuant to 

5 step 54. The interior trim panel may further be trimmed as is known in the art to provide a final 
finished interior trim product as shown in FIG. 7. 

Referring to FIG. 7, the interior trim 10' has the fibrous reinforcement mat 16' integrally 
formed within the semi-rigid polyurethane foam such that the reinforcement mat 16' is bonded 
to foam layer 14' on one side and a second foam layer 15 on the back side. This can be 

10 achieved in accordance with method 42 by allowing a substantial amount of the liquid foam to 
penetrate through reinforcement mat 16' to expand and cure between mat 16' and skin 12' and 
bond to mat 16\ and leaving a remaining portion of the liquid foam on the back side of 
reinforcement mat 16' to likewise expand and cure and bond to the reinforcement mat 16' . This 
provides for a one-step method of manufacturing vehicle interior trim with a fiber reinforced 

15 backing of rigid support integrally formed within the molded foam and bonded thereto. 

The trim manufacturing methods 20 and 42 of the present invention provide a one-step 
molding process in which the foam-forming material penetrates through the fibrous 
reinforcement mat 16 and expands to fill all void regions within the molding tool, to prevent the 
creation of defects. In addition, the distance between the skin 12 and fibrous reinforcement mat 

20 16 can be varied to change the structural feel of the final trim product. For example, a reduced 
foam thickness will increase the percentage of reinforcement and provide higher structural 
rigidity, whereas a thicker layer of foam will be softer on the trim surface. Further, it is 
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preferred that the foam free rise density be within a range of four to six pounds-per-cubic foot 
(4-6 pcf), and the cured foam-forming material exhibit a final molded density of less than 15 
pcf. 

Accordingly, the trim 10 and 10' and their manufacturing methods 20 and 42 of the 
present invention advantageously provide for an integrated vehicle interior trim member made 
in a one-step manufacturing process that applies liquid urethane foam that binds a reinforcement 
mat to the finished skin in a manner that does not require the use of adhesives and which is less 
susceptible to creating defects in the final trim product. 

It will become apparent to those skilled in the art that various modifications to the 
preferred embodiment of the present invention can be made without departing from the spirit and 
scope thereof as defined by the appended claims. 
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What is claimed is: 

1. An integrated interior trim piece for a vehicle comprising: 
an upholstery skin material; 

a substrate; and 

a molded foam material extending between said upholstery skin material and said 
substrate, for bonding said upholstery skin material to said substrate. 

2. The interior trim piece as defined in claim 1, wherein said substrate comprises a porous 
material having openings therein, wherein said moldable foam material penetrates said openings 
and bonds to said porous material through said openings. 

3. The interior trim piece as defined in claim 2, wherein said substrate comprises a fiber 
reinforced mat. 

4. The interior trim piece as defined in claim 3 , wherein said fiber reinforced mat comprises 
fiberglass. 

5. The interior trim piece as defined in claim 1, wherein said molded foam material is 
formed on opposite sides of said substrate. 

6. An interior trim piece for a vehicle comprising: 
an upholstery skin material; 



a molded foam layer bonded to said upholstery skin material; and 
a substrate integrally formed within said foam layer, wherein said foam layer forms a 
bond between said substrate and said upholstery skin material. 

7. The interior trim as defined in claim 6, wherein said substrate comprises a porous fibrous 
material having openings therein, wherein molded foam penetrates said openings to form a bond 
to said porous fibrous material through said openings. 

8. The interior trim piece as defined in claim 7, wherein said substrate comprises a fiber 
reinforced mat. 

9. The interior trim piece as defined in claim 7, wherein said fiber reinforced mat comprises 
fiberglass. 

10. The interior trim piece as defined in claim 6, wherein said foam layer comprises 
polyurethane. 

11. A method of manufacturing interior trim for a vehicle, comprising the steps of: 
locating a skin material on one die part of a molding tool; 

locating a fibrous reinforcement mat having openings therein on a second die part of said 
molding tool; 
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5 applying a moldable foam-forming material over at least a portion of said skin material 

and between said skin material and said fibrous reinforcement mat, such that said foam-forming 
material penetrates said openings in said fibrous reinforcement mat; 

curing said moldable foam-forming material so that said foam-forming material expands 
and binds to both said skin material and said fibrous reinforcement mat to form a trim piece; and 

10 removing the trim piece from said molding tool. 

12. The method as defined in claim 11, wherein said step of applying said moldable foam- 
forming material comprises dispensing a liquid urethane foam between said skin material and 
said fibrous reinforcement mat. 

13. The method as defined in claim 11, further comprising the step of performing said 
method in a reaction-injection molded delivery system. 

14. The method as defined in claim 11, further comprising the step of forming a slush 
molded PVC skin as said skin material. 

15. The method as defined in claim 11, further comprising the step of providing a fiberglass 
mat as said fibrous reinforcement mat. 

16. The method as defined in claim 11, wherein said step of curing includes expanding said 
foam- forming material to provide expanded foam with a varying thickness. 
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17. The method as defined in claim 11, wherein said step of curing is provided for a period 
of time in the range of 30 seconds to 120 seconds. 

18. The method as defined in claim 11, wherein said step of curing includes heating said 
molding tool to a temperature in the range of 90° to 150°F. 

19. The method as defined in claim 11, wherein said moldable foam-forming material has 
a final molded density of less than 15 pcf. 

20. A one-step method of manufacturing vehicle interior trim having a finish face, a 
structural reinforcement, and an interstitial layer of foam, comprising the steps of: 

locating a skin material on one die part of a two-part die molding tool; 
placing a fibrous reinforcement mat having openings therein on a second die part of said 
5 two-part die molding tool; 

applying a moldable urethane foam material over at least a portion of said skin material 
and between said skin material and said fibrous reinforcement mat; 
closing said two-part die molding tool; 

curing said urethane foam material so that said foam expands and binds to both said skin 
10 material and said reinforcement mat, such that said foam- forming material penetrates said 
openings in said fibrous reinforcement mat; and 

removing said cured interior trim from said molding tool. 
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21. A method of manufacturing interior trim for a vehicle, comprising the steps of: 
locating a skin material in a molding tool; 

locating a porous fibrous reinforcement mat in said molding tool; 
applying a moldable, foam-forming material between said skin material and said fibrous 
reinforcement mat; 

curing said moldable, foam-forming material so that said moldable, foam-forming 
material expands and binds to said skin material and said reinforcement mat, such that said 
foam-forming material penetrates openings in said porous fibrous reinforcement mat; and 

removing the cured interior trim from said molding tool. 

22. The method as defined in claim 21, wherein said step of locating said skin material and 
said fibrous reinforcement mat in said molding tool further comprises locating said skin material 
on one die part of said molding tool and placing said fibrous reinforcement mat on a second die 
part of said molding tool. 

23. The method as defined in claim 21, wherein said step of curing includes a step of closing 
said molding tool. 

24. The method as defined in claim 21, wherein said step of locating said porous fibrous 
reinforcement mat in said molding tool further comprises locating said porous fibrous 
reinforcement mat on top of said skin material such that a portion of said reinforcement mat 
rests on top of said skin material. 
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25. The method as defined in claim 24, wherein said step of locating said porous fibrous 
reinforcement mat further comprises locating said reinforcement mat such that another portion 
of said reinforcement mat is separate in space from said skin material. 

26. The method as defined in claim 25, wherein said applied foam-forming material 
penetrates said openings in said porous fibrous reinforcement mat to consume volume between 
said another portion of the reinforcement mat and said skin material. 

27. The method as defined in claim 26 further comprising the step of closing said molding 
tool subsequent to said step of applying said moldable foam-forming material. 

28. The method as defined in claim 21, wherein said moldable foam-forming material is 
applied and cured on both a front side and a back side of said reinforcement mat. 

29. A method of manufacturing vehicle interior trim, comprising the steps of: 
locating a skin material on one die part of a molding tool; 

locating a fibrous reinforcement mat having openings therein on said skin material such 
that said reinforcement mat rests on top of said skin material; 

applying a moldable, foam-forming material to said skin material and said fibrous 
reinforcement mat, such that said foam-forming material penetrates said fibrous reinforcement 
mat; and 
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curing said moldable, foam- forming material so that said molded foam material binds to 
both said skin and said fibrous reinforcement mat to form an interior trim piece. 

30. The method as defined in claim 29, wherein said step of locating said fibrous 
reinforcement mat further comprises disposing said fibrous reinforcement mat on top of said skin 
material such that one portion of said reinforcement mat rests on top of said skin material and 
another portion of said fibrous reinforcement mat is distanced from the skin material. 

31. The method as defined in claim 30, wherein said step of locating said fibrous 
reinforcement mat further includes the step of preforming said fibrous reinforcement mat into 
a predetermined configuration. 

32. The method as defined in 29 further comprising the step of removing said trim piece 
from said molding tool. 

33. The method as defined in claim 29, wherein said step of applying a moldable foam- 
forming material further includes applying said foam-forming material on opposite sides of said 
fibrous reinforcement mat. 
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FIBER-REINFORCED VEHICLE INTERIOR TRIM 
AND METHOD OF MANUFACTURE 

ABSTRACT OF THE DISCLOSURE 

Fiber-reinforced vehicle interior trim and a method of manufacturing interior trim in a 

one-step molding process. A skin material and fibrous reinforcement mat are located in a 

molding tool. A moldable foam-forming material is applied to the tool between the skin material 

and the fibrous reinforcement mat. The foam-forming material penetrates the mat and expands 

and cures such that the foam binds to both the skin and the reinforcement mat to produce a 

molded interior trim piece. 
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fine or imprisonment, or both, under 18 U.S.C. § 1001, and that such willful false statements may jeopardize the validity of 
this application or any patent issued thereon. 



CLAIM OF PRIORITY 



POWER OF ATTORNEY 



Customer Number 000,277 



Sole or First joint inventor: 



Second joint inventor: 




Citizenship: United States of America 
Residence: 13946 Fox Trail 



Citizenship: United States of America 
Residence: 934 Shadybrook Lane 



Holland, Michigan 49424 
Post Office Address: same as above 



Holland, Michigan 49424 
Post Office Address: same as above 



Atty. Docket No. PRI01 P-739 
Express Mail No. EM442788854 

IN THE UNITED STATES PATENT AND TRADEMARK OFFICE 

Applicants : Tony M. Pokorzynski et al. 

For FIBER-REINFORCED VEHICLE INTERIOR TRIM AND METHOD OF 

MANUFACTURE 

Assistant Commissioner for Patents 
Box Patent Application 
Washington, D.C. 20231 

Dear Sir: 

INFORMATION DISCLOSURE STATEMENT 
UNDER 37 CFR 51.97(b) 

Pursuant to 37 CFR §§1.56 and 1.97(b), Applicants bring to the attention of the 

Examiner the documents listed on the attached Form PTO-1449. This Information Disclosure 

Statement is being filed within three months of the filing date of the above-referenced 

application. 

A copy of the listed documents is submitted herewith along with Form PTO-1449. 
Applicants respectfully request that the Examiner consider the listed documents and evidence that 
consideration by making appropriate notations on the attached form. 

This submission does not represent that a search has been made or that no better art 
exists and does not constitute an admission that each or all of the listed documents are material 
or constitutes "prior art." If it should be determined that any of the listed documents do not 
constitute "prior art" under United States law, Applicants reserve the right to present to the 
Office the relevant facts and law regarding the appropriate status of such documents. 

Applicants further reserve the right to take appropriate action to establish the patentability 
of the disclosed invention over the listed documents, should one or more of the documents be 
applied against the claims of the present application. 



Applicants Tony M. Pokorzynski et al. 

For FIBER-REINFORCED VEHICLE INTERIOR TRIM AND METHOD OF 

MANUFACTURE 
Page : 2 



If there is any fee due in connection with the filing of this Statement, please charge the 
fee to our Deposit Account No. 16-2463. 

Respectfully submitted, 

TONY M. POKORZYNSKI ET AL. 

By: Price, Heneveld, Cooper, 
DeWitt & Litton 



May 7. 1998 . FWVVft T. 

Date Kevin T. Grzelak 

Registration No. 35 169 
695 Kenmoor, S.E. 
Post Office Box 2567 
Grand Rapids, MI 49501 
(616) 949-9610 
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